2 ass ‘pci WE oh ichinitied te the ‘Dubber for the parcese 
e™ obtaining data which would be of value in considering the 
: gifieationa for this typs packing. : 

: The enclesed photostat ahows the results of the comparative 
“tests on Varicus makes of thdsepacking. Tests were alec made 
after the material had been agg we. in an Gleetrié oven at FO°C 
for 7 days and 14 days to determine whether or net thie kind 
of test would be an indication of deterioration due to aging, 
ae it is in rubber goods, After 14 days a marked difference 
in the tensile strength is noticed in most every cases 


Phe compression tests were made with a ring die as sheen 
on the biue printa. The area of the ring in e&mtact with the 
“packing fe one square inch ond the compression tukes place 

. seen the ring and a fist steel surface. 

The teneile strength tests were wade using test pisos 
out With * wie Gi @, ae gage length, ana with a speed of 
manienies of the grip of 13 inches per minute. 

. The packing submitted by you may be identified by the 
ing Lab. No. 


3919 Keasby & Mattison (Rhinoceros) JeM. Weaver, 
Ambler, Pa. 


e919 Ae © " (Graphit ed) 

2977 Dominion A. & R. Co. itll aa New York 
2978 ua " Dareoid " n 
2979 +=® " 3 " (FPlangetite) n " 


3121 General A»& R. Co. eee 4) Mr. S.L. Jenkins 
Bi be | Rn sid 


3132 n B) Charleston, 
3239 Raybestos Co. #103 Bridgeport, Conn. 
3240 a #503 ” n 


324d " " #1503 " i 
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